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(57) Abstract: This invention relates to a practical superconducting conductor based upon biaxially textured high temperature su- 
perconducting coatings. In particular, methods for producing flexible and bend sorain-resistani articles and articles produced in 
accordance therewith are described which provide improved current sharing, lower hysteretic losses under alternating current condi- 
tions, enhanced electrical and thermal stability and improved mechanical properties between otherwise isolated films in a coated high 
temperamre superconducting (HTS) wire. Multilayered materials including operational material which is sensitive to bend strain can 
be constructed, in which tiie bend strain in tiie region in which such operational material is located is minimized. The invention also 
provides a means for splidng coated t^ segments and for termination of coaled tape stack ups or conductor elements. In one em- 
bodiment, a multi-layer hi^ temperature superconductor is provided and includes first and second high temperature superconductor 
coated elements. Each element includes s substtate, at least one buffer deposited on the substrate, a high temperature superconductor 
layer, and a cap layer: The first and second high temperature superconductor coated elements are joined at the first and second cap 
layers. 
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Enhanced High Temperature Coated Superconductors 

This application claims priority under 35 U.S.C. § 1 19(e)(1) to United States 
Provisional Patent Application No. 60/145,468, filed July 23, 1999, entitled 
**Enhanced High Temperature Coated Superconductors," which is incorporated herein 
5 by reference. 

TECHNICAL FIELD 

The present invention generally relates to methods for manufacturing 
enhanced current sharing for coated conductor high temperature superconducting 
tapes and articles formed in accordance therewith. 

10 BACKGROUND 

Development efforts in the area of coated high temperature superconductors 
('TTTS^') thus far-have been directed at production of single tapes, that is, tapes 
typically including a substrate that can be textured or imtextured, one or more 
biaxially textured buffer layers, an epitaxial HTS layer, and cap layers, hi particular, 

15 attempts have been directed toward the production of high current carrying tapes from 
single substrate layers. In an effort to improve the overall current carrying c^ability 
of those proposed single tapes, high temperature superconductor (HTS) films will 
need to be very thick or will have to be deposited on both sides of a single substrate. 
Additionally, the articles created utilizing such construction present an imfavorable 

20 architecture regarding several critical performance parameters, including critical 
stress or strain parameters. 

The use of a single tape with a very thick superconducting layer will not be 
practical for commercial apphcations. This may in part be due to the likelihood of the 
HTS layer to fracture as the thickness of the HTS layer increases (i.e. a known 
25 reduction in fracture strength). It is also likely that thickness will be limited by 
difBculty in controlling texture, and hence performance, as the HTS layer grows. 

While current carrying capability may be improved by depositing a 
superconducting layer on each side of the substrate, this approach suffers other 
potential drawbacks. For example, the handling and processing of such a tape will be 
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difficult relative to a single sided tape. In addition, the HTS films for two sided tapes 
wiU be in the least favorable position for several critical performance parameters. 

Moreover, the possible use of conductive buffer layers to provide for a current 
path between the HTS filament and the substrate has been discussed extensively^ 
5 While this solution appears to be possible it is severely limiting. The choices of 
conductive materials are limited because they should provide chemical compatibility 
with the superconductor and the substrate, exhibit a lattice match that enables 
epitaxial growth from the substrate, proAdde a template for epitaxial superconductor 
growth and possess good mechanical and physical properties. This is especially trae 
10 since the resistance at the interface between the buffer and any other layer will govern 
the current transfer. It is likely that this interfacial resistance will still be high relative 
to the bulk resistance of the conductive buffer layer. The growth of a native oxide 
layer from the substrate material, which further increases the resistivity between the 
substrate and tihe buffer layer, is also likely to occur. 

15 In the context of HTS coated conductors, it would therefore be desirable to 

provide methods and articles that overcome the shortcomings associated with the 
prior art. 

SUMMARY OF THE INVENTION 

This invention relates to a practical superconducting conductor based upon 
20 biaxially textured high temperature superconducting coatings. In particular, methods 
for producing articles, and articles produced in accordance therewith, are described 
which provide improved current sharing, lower hysteretic losses under alternating 
current conditions, enhanced electrical and themial stability and improved mechanical 
properties between otherwise isolated films in a coated high temperature 
25 superconducting (HTS) wire. The invention also provides a means for splicing coated 
tape segments and for termination of coated tape stack ups or conductor elements. 
The invention further relates to multilayered materials which include sensitive HTS 
operational layers that can have laminate materials layered onto the multilayered 
materials so as to achieve desirable electrical, magnetic, thermal and mechanical 
30 properties of the composite tape. 
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In one embodiment, a multi-layer high temperature superconductor is provided 
and includes first and second high temperature superconductor coated elements. Each 
element includes a substrate, at least one buffer deposited on the substrate, a high 
temperature superconductor layer, and a cap layer. The first and second high 
temperature superconductor coated elements are joined at the first and second cap 
layers. Alternatively, if cap layers are not present, the first and second HTS coated 
elements are joined with an intervening, typically metallic, layer between the two 
HTS layers. 

In one aspect, the invention provides a multi-layer high temperature 
superconductor, including a first high temperature superconductor coated element, 
which includes a first substrate (which can be biaxially textured, for example, be 
deformation); at least one first buffer deposited on the first substrate (which can be 
metal oxides, for example cerium oxide and/or gadolinium oxide, and can fijrther 
optionally include yttria stabilized zirconia, all of which cM be epitaxiallyli^dsited); 
at least one first high temperature superconductor layer (which can include metal 
oxide, such iis rare earth oxide, including (RE)Ba2Cu307^, wherein RE is selected 
fi'om the group consisting of rare earth elements and yttrium, and 5 is a mmiber 
greater than zero and less than one); and a first cap layer. The multi-layer high 
temperature superconductor also includes a second high temperature superconductor 
coated element, which includes a second substrate; at least one second buffer 
deposited on the second substrate; at least one second high temperature 
superconductor layer; and a second cap layer, where the first and second high 
temperature superconductor coated elements are joined at the first and second cap 
layers. The first or second substrates can include nickel, such as for example, nickel- 
chromium, nickel-copper, or nickel-vanadium alloys. At least two buffers, for 
example three buffers, can be sequentially deposited on the first substrate. The first 
cap layer can be deposited on the first high temperature superconducting layer. The 
first and second substrates, the first and second buffers, the first and second high 
temperature superconducting layers, and the first and second cap layers can 
independently be of substantially identical composition. Thus, the first and second 
high temperature superconductor coated elements can be of substantially identical 
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composition. The the first and second cap layers can be continuously joined at their 
uppermost surfaces. Alternately, the first and second cap layers can be a single 
continuous layer. The siq)erconductor can be in the form of a tape. The substrates 
can optionally be substantially untextured, and the buffers and high temperature 
superconductor layers can be biaxially textured. The first and second high 
temperature superconductor coated elements can be registered at their respective 
edges. The first and second high temperature superconductor coated elements can be 
offset along their lengths. At least one of the first and second cap layers can extend 
along the edge of at least the first and second high temperature superconductor coated 
element. The superconductor can include a multifilamentary structure, such as y/hcn 
the first and second high temperature superconducting layers are divided into a 
plurality of filaments. The superconductor can fiirther include a stabilizer, where the 
first and second cap layers can be joined to opposing surfaces of the stabilizer. 

In a fiirther a^ect^ the invention provides another multi-layef high 
temperature superconductor, including a first high temperature superconductor coated 
element, which includes a first substrate; at least one first buffer deposited on the first 
substrate; at least one first high temperature superconductor layer; and a first cap 
layer. The superconductor also includes a second high temperature superconductor 
coated element, which includes a second substrate; at least one second buffer 
deposited on the second substrate; at least one second high temperature 
superconductor layer; and a second cap layer, where the first and second high 
temperature superconductor coated elements are joined with an intervening metallic 
layer. 

In yet a further aspect, the invention provides a multi-layer high temperature 
superconductor, as described immediately above but without cap layers, where the 
first and second high temperature superconductor coated elements are joined with an 
intervening metallic layer. 

Unless otherwise defined, all technical and scientific terms used herein have 
the same meanings as commonly understood by one of ordinary skill in the art to 
which this invention belongs. Although methods and materials similar or equivalent 
to those described herein can be used in the practice or testing of the present 
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invention, suitable methods and materials are described below. All publications, 
patent applications, patents, and other references mentioned herein are incorporated 
by reference in their entirety. In case of conflict, the present specification, including 
definitions, will control. In addition, the materials, methods, and examples are 
5 illustrative only and not intended to be limiting. 

Other features and advantages of the invention will be apparent fi-om the 
following detailed description, and from the claims. 

BRIEF DESCRIPTION OF THE DRAWINGS 

For a fuller understanding of the present invention, reference is had to the 
10 following description taken in conjxmction with the accompanying drawings, in 
which: 

Fig. 1 A is an illustration of an HTS coated conductor in accordance with the 
present invention; ^ 

Fig. IB is an illustration of an expanded view of Fig. lA; 

15 Fig. 2 A is an illustration of an alternative embodiment of HTS coated 

conductor in accordance with the present invention; 

Fig. 2B is an illustration of an expanded view of Fig, 2A; 

Fig. 2C is an illustration of another alternative embodiment of an HTS coated 
conductor in accordance with the present invention; 

20 Fig. 3 A is an illiistration of yet another alternative embodiment of an HTS 

coated conductor in accordance with the present invention; 

Fig. 3B is an illustration of an expanded view of Fig. 3A; 

Fig. 4 A is an illustration of yet another alternative embodiment of an HTS 
coated conductor in accordance with the present invention; and 

25 Fig. 4B is an illustration of an expanded view of Fig. 4A. 

Simi lar reference characters refer to similar parts throughout the several views of the drawing 
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DETAILED DESCRIPTION 

This invention relates to a practical superconducting wire based upon biaxially 
textured high temperature superconducting coatings. In particxilar, methods for 
producing articles, and articles produced m accordance therewith, are described which 
5 provide improved current sharing, lower hysteretic losses under alternating current 
conditions, enhanced electrical and thermal stability and improved mechanical 
properties between otherwise isolated films in a coated high temperature 
superconducting (HTS) wire. Specific configurations of such articles are designed in 
such a way as to substantially avoid mechanical degradation of the operational HTS 

10 layer during bending. The material can be used in a variety of applications which 
employ operational HTS layers. For example, the flexible material can be used in 
bigh-temperatiire superconducting tapes with additional electrical, magnetic, electro- 
optic, dielectric, thermal, mechanical or environmental (protective) properties. The 
invention also provides a means for spUcing coated tape segments and for termination 

15 of coated tape stack ups or conductor elements. 

A number of important issues must be addressed in order to develop a 
conMnerciajly viable conductor that can advantageously use the performance benefits 
of the biaxially textured HTS fihns. For example, well-textured, high critical cuirent 
density HTS films can only be produced by epitaxial growth on a flat, open surface. 

20 In addition, HTS oxide films cannot sustain high levels of strain without fi-acture and 
loss of electrical continuity. A means to mitigate this strain is desirable. Moreover, 
unlike first generation HTS v^re, which contains a multitude of filaments that can 
share electrical current transport, the biaxially textured films consist of a single, wide 
filament. Damage in a single filament could result in local heating and increase the 

25 risk of thermal runaway and quenching of the superconducting state, rendering the 
conductor useless. Further, transfer of current into and out of an isolated HTS layer is 
also a necessary consideration for practical conductors. Recall that the layers for a 
conductor made of stacked single tapes would be separated by the substrate, an oxide 
buffer layer and a capping layer. Current transfer is required to provide for splicing of 

30 lengths of conductor and to provide current transfer at conductor terminations. 
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It is therefore desirable to provide for a useful conductor having multiple t^es 
stacked relative to one another and/or laminated to provide sufficient ampacity, 
dimensional stability and mechanical strength. Many, if not all of the above practical 
issues can be addressed by appropriate engineering of the conductor architecture to 
5 take advantage of two or more superconducting layers in close proximity to each 
other. As described herein, two superconducting layers are bonded "face-to-face" 
with an intervening layer, preferably metallic, which may or may not include cap 
layers. Additional layers may be laminated, particularly in ways which keep the 
neutral mechanical axis under bending at or near the two superconducting layas. 

10 The commercial production of practical superconducting wires based upon 

coated HIS (e.g. YBCO) tapes now appears feasible following disclosure of high 
critical current densities in films produced on flexible metallic substrates. Y, Ba and 
Cu can be present in a stoichiometry of 1 :2:3, respectively. 

The substrate can be formed of alloys having one or more surfaces that are 
15 biaxiaUy texmred (e.g., (1 i3)[21 1]) or cube textured (e.g., (100)[001] or (100)[01 1]). 
The alloys can have a relatively low Curie temperature (e.g., at most about 80K, at 
most about 40K, or at most about 20K). 

In certain embodiments, the substrate is a binary alloy that contains two of the 
following metals: copper, nickel, chromium, vanadiimi, aluminum, silver, iron, 

20 palladium, molybdenum, gold and zinc. For example, a binary alloy can be formed of 
nickel and chromium (e.g., nickel and at most 20 atomic percent chromium, nickel 
and from about five to about 1 8 atomic percent chromixun, or nickel and firom about 
10 to about 1 5 atomic percent chromium). As another example, a binary alloy can be 
formed of nickel and copper (e.g., copper and from about five to about 45 atomic 

25 percent nickel, copper and fix)m about 10 to about 40 atomic percent nickel, or copper 
and from about 25 to about 35 atomic percent nickel). A binary alloy can further 
include relatively small amounts of impmities (e.g., less than about 0.1 atomic percent 
of impurities, less than about 0.01 atomic percent of impurities, or less than about 
0.005 atomic percent of impurities). 
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In some embodiments, the substrate contains more than two metals (e.g., a 
ternary alloy or a quarteraary alloy). In these embodiments the alloy can contain one 
or more o^ide formers (e.g., Mg, Al, Ti, Cr, Ga, Ge, Zr, Hf, Y, Si, Pr, Eu, Gd, Tb, Dy, 
Ho, Lu, Th, Er, Tm, Be, Ce, Nd, Sm, Yb and/or La, with Al being the preferred oxide 
5 former), as well as two of the following metals: copper, nickel, chromimn, vanadium, 
aluminum, silver, iron, palladium, molybdenum, gold and zinc. The alloys can 
contain at least about 0.5 atomic percent oxide former (e.g., at least about one atomic 
percent oxide former, or at least about two atomic percent oxide former) and at most 
about 25 atomic percent oxide former (e.g., at most about 10 atomic percent oxide 

1 0 former, or at most about four atomic percent oxide former). For example, the alloy 
can include an oxide former (e.g., at least about 0.5 aluminum), from about 25 atomic 
percent to about 55 atomic percent nickel (e.g., from about 35 atomic percent to about 
55 atomic percent nickel, or from about 40 atomic percent to about 55 atomic percent 
nickel) with the balance bemg copper. As another example, the alloy clii include an 

15 oxide former (e.g., at least about 0.5 atomic aluminiun), from about five atomic 

percent to about 20 atomic percent chromium (e.g., from about 10 atomic percent to 
about 1 8 atomic percent chromium, or from about 10 atomic percent to about 15 
atomic percent chromiimi) with the balance being nickel. The alloys can include 
relatively small amounts of impurities (e.g., less than about 0.1 atomic percent of 

20 impurities, less than about 0.01 atomic percent of impurities, or less than about 0.005 
atomic percent of impxirities). 

An alloy can be produced by, for example, combining the constituents in 
powder form, melting and cooling or, for example, by diffusing the powder 
constituents together in solid state. The alloy can then be formed by deformation 

25 texturing (e.g, annealing and rolling, swaging, extrusion and/or drawing) to form a 
textured surface (e.g., biaxially textured or cube textured). Altematively, the alloy 
constituents can be stacked in a jelly roll configuration, and then deformation 
textured. In some embodiments, a material with a relatively low coefficient of 
thermal expansion (e.g, Nb, Mo, Ta, V, Cr, Zr, Pd, Sb, NbTi, an intermetallic such as 

30 NiAl or Ni?Al, or mixtures thereof) can be formed into a rod and embedded into the 
alloy prior to deformation texturing. 
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These methods are described in commonly owned U.S. Patent Application No. 
09/283,775, filed March 31, 1999, and entitled "Alloy Materials;" commonly owned 
U.S. Patent Application No. 09/283,777, filed March 31, 1999, and entiUed "Alloy 
Materials;" PCT Publication No. WO 99/17307, published on April 8, 1999, and 
5 entitled "Substrates with Improved Oxidation Resistance;" and PCT Publication No. 
WO 99/16941, published on April 8, 1999, and entitled "Substrates for 
Superconductors," all of which are hereby incorporated by reference. Non-textured 
substrates can be used when a texturing process is used (see below). 

In some embodiments, stable oxide fomiation can be mitigated until a first 
10 epitaxial (for example, buffer) layer is fomied on the biaxially textured alloy surface, 
using an iniermediate layer disposed on the surface of the substrate. Intermediate 
layers suitable for use in the present invention include those epitaxial metal or alloy 
layers that do not form surface oxides when exposed to conditions as established by 
Po2 and temperature required for the initial growth of epitaxial buffer layer films. In 
15 addition, the buffer layer acts as a barrier to prevent substrate element(s) &om 

migrating to the surface of the intermediate layer and forming oxides during the initial 
growth of the epitaxial layer. Absent such an intermediate layer, one or more 
elements in the substrate would be expected to form theraiodynamicaUy stable 
cxide(s) at the substrate sxirface which could significantly impede the deposition of 
20 epitaxial layers due to, for example, lack of texture in this oxide layer. 

In some embodiments, the intermediate layer is transient in nature. 
^Transient," as used herein, refers to an intemiediate layer that is wholly or partly 
incorporated into or with the biaxially textured substrate following the initial 
nucleation and growth of the epitaxial film. Even under these circxmistances, the 
25 intermediate layer and biaxially textured substrate remain distinct xmtil the epitaxial 
nature of the deposited film has been established. The use of transient intermediate 
layers may be preferred when the intermediate layer possesses some undesirable 
property, for example, the intermediate layer is magnetic, such as nickel. 

Exemplary intermediate metal layers include nickel, gold, silver, palladium, 

30 and alloys thereof Impurities or alloys may include alloys of nickel and/or copper. 

Epitaxial films or layers deposited on an intermediate layer can include metal oxides, 

9 
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chalcogenides, halides, and nitrides. In preferred embodiments, the intermediate 
metal layer does not oxidize imder epitaxial film deposition conditions. 

Care should be taken that the deposited intermediate layer is not conq)letely 
incorporated into or does not completely diffuse into the substrate before nucleation 
5 and growth of the initial buffer layer structure causes the epitaxial layer to be 

established. This means that after selecting the metal (or alloy) for proper attributes 
such as diffusion constant in the substrate alloy, thermodynamic stability against 
oxidation under practical epitaxial buffer layer growth conditions and lattice matching 
with the epitaxial layer, the thickness of the deposited metal layer has to be adapted to 
10 the epitaxial layer deposition conditions, in particular to temperature. 

Deposition of the intermediate metal layer can be done in a vacuum process 
such as evaporation or sputieriiig, or by electro-cheiaical means such as electroplating 
(with or without elec^odes). These dq)osited intermediate metal layers may or may 
not be epitaxial after deposition (depending on substrate temperature during 
15 deposition), but epitaxial orientation can subsequently be obtained during a post- 
deposition heat treatment. 

In certain embodiments, the formation of oxide buffer layers can be carried 
out so as to promote wetting of an underlying substrate layer. Additionally, in 
particular embodiments, the formation of metal oxide layers can be carried out using 
20 metal alkoxide precursors (for example, "sol gel" precursors), in which the level of 
carbon contamination can be greatly reduced over other known processes using metal 
alkoxide precursors. 

In certain embodiments, solution coating processes can be used for deposition 
of one or a combination of any of the oxide layers on textured substrates; however, 

25 they can be particularly applicable for deposition of the initial (seed) layer on a 

textured metal substrate. The role of the seed layer is to provide 1) protection of the 
substrate from oxidation during deposition of the next oxide layer when carried out in 
an oxidizing atmosphere relative to the substrate (for example, magnetron sputter 
deposition of yttria-stabilized zirconia from an oxide target); and 2) an epitaxial 

30 template for growth of subsequent oxide layers. In order to meet these requirements, 
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the seed layer should grow epitaxially over the entire surface of the metal substrate 
and be free of any contaminants that may interfere with the deposition of subsequent 
epitaxial oxide layers. 

The formation of oxide buffer layers can be carried out so as to promote 
5 wetting of an underlying substrate layer. Additionally, in particular embodiments, the 
formation of metal oxide layers can be canied out using metal alkoxide precursors 
(for example, "sol gel" precursors), in which the level of caibon contamination can be 
greatly reduced over other known processes using metal alkoxide precursors. 

This heating step can be carried out after, or concurrently with, the drying of 
10 excess solvent from the sol gel precursor film. It must be carried out prior to 
decomposition of the precursor fibn, however. 

The carbon contamination accompanying conventional oxide film preparation 
in a reducing environment (e.g., 4%H2-Ar) is believed to be the result of an 
incomplete removal of the organic components of the precxirsor film. The presence of 

15 carbon-containing contaminants CxHy and CaHbOc in or near the oxide layer can be 
detrimental, since they can alter the epitaxial deposition of subsequent oxide layers. 
Additionally, it is likely that the trapped carbon-containing contaminants bxiried in the 
film can be oxidized during the processing steps for subsequent oxide layers, which 
can utilize oxidizing atmospheres. The oxidation of the carbon-containing 

20 contaminants can result in CO2 formation, and the subsequent blistering of the film, 
and possible delamination of the film, or other defects in the composite structure. 
Thus, it is undesirable to allow carbon-containing contaminants arising from metal 
alkoxide decomposition to become oxidized only after the oxide layer is formed. 
Preferably, the caibon-containing contaminants are oxidized (and hence removed 

25 from the film structure as CO2) as the decomposition occurs. Also the presence of 
carbon-containing species on or near film surfaces can inhibit the epitaxial growth of 
subsequent oxide layers. 

According to particular embodiments, after coating a metal substrate or buffer 
layer, the precursor solution can be air dried, and then heated in an initial 
30 decomposition step. Alternatively, the precursor solution can be directly heated in an 
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initia] decomposition step, under an atmosphere that is reducing relative to the metal 
substrate. Once the oxide layer initially nucleates on the metal substrate in the desired 
q)itaxial orientation, the oxygen level of the process gas is increased, for example, by 
adding water vapor or oxygen. The nucleation step requires from about 5 minutes to 
S about 30 minutes to take place under typical conditions. 

These methods are described m U.S. Patent Application Serial No. 

, filed on even date herewith, and entitled **Enhanced Purity Oxide Layer 

Formation/' which is hereby incorporated by reference. 

In certain embodiments, an epitaxial buffer layer can be formed using a low 
1 0 vacuum vapor deposition process (e.g., a process performed at a pressure of at least 
about 1x10"^ Torr). The process can include foiming the epitaxial layer using a 
relatively high velocity and/or focused gas beam of buffer layer material. 

The buffer layer material in the gas beam can have a velocity of greater than 
about one meter per second (e.g., greater than about 10 meters per second or greater 
15 than about 1 00 meters per second). At least about 50% of the buffer layer material in 
the beam can be incident on the target surface (e.g., at least about 75% of the buffer 
layer material in the beam can be incident on the target surface, or at least about 90% 
of the buffer layer material in the beam can be incident on the target smface). 

The method can include placing a target surface (e.g., a substrate surface or a 
20 buffer layer surface) in a low vacuum environment, and heating the target surface to a 
temperature which is greater than the threshold temperature for forming an epitaxial 
layer of the desired material on the target surface in a high vacuum environment (e.g., 
less than about 1x10'^ Toix, such as less than about 1x10^ Torr) under otherwise 
identical conditions. A gas beam containing the buffer layer material and optionally 
25 an inert carrier gas is directed at the target surface at a velocity of at least about one 
meter per second. A conditioning gas is provided in the low vacuum envuronment 
The conditioning gas can be contained in the gas beam, or the conditioning gas can be 
introduced into the low vacuum environment in a different manner (e.g., leaked into 
the environment). The conditioning gas can react with species (e.g., contaminants) 



12 



wo 01/08233 PCTAJSOO/19345 

present at the target surface to remove the species, which can promote the nucleation 
of the epitaxial biiffer layer. 

The epitaxial buffer layer can be grown on a target surface using a low 
vacuum (e.g., at least about 1x10'^ Torr, at least about 0,1 Torr, or at least about 1 
5 Torr) at a surface temperature below the temperature used to grow the epitaxial layer 
using physical vapor deposition at a high vacuum (e.g., at most about 1x10"^ Torr), 
The temperature of the target surface can be, for example, from about 25°C to about 
800°C (e.g., from about 500°C to about 800°C, or from about 500°C to about 650^C). 

The epitaxial layer can be grown at a relatively fast rate, such as, for example, 
1 0 at least about 50 Angstroms per second. 

These methods are described in U.S. Patent No. 6,027,564, issued February 
22, 2000, and entitled "Low Vacuum Process for Producing Epitaxial Layers;'* U.S. 
Patent No. 6,022^ 832, issued February 8, 2000, and^entitled "Low Vacuum Process 
for Producing Superconductor Articles with Epitaxial Layers;" and/or conunonly 
15 owned U.S. Patent Application No. 09/007,372, filed January 15, 1998, and entitled 
'Tx>w Vacuum Process for Producing Epitaxial Layers of Semiconductor Material," 
all of which are hereby incorporated by ref^ence, 

hi some embodiments, a buffer layer can be formed using ion beam assisted 
deposition (IBAD). hi this technique, a buffer layer material is evaporated using, for 
20 example, electron beam evaporation, sputtering deposition, or pulsed laser deposition 
while an ion beam (e.g., an argon ion beam) is directed at a smooth amorphous 
surface of a substrate onto which the evaporated buffer layer material is deposited. 

For example, the buffer layer can be formed by ion beam assisted deposition 
by evaporating a buffer layer material having a rock-saU Uke structure (e.g., a material 
25 having a rock salt structure, such as an oxide, including MgO, or a nitride) onto a 
smooth, amorphous surface (e,g., a surface having a root mean square roughness of 
less than about 100 Angstroms) of a substrate so that the buffer layer material has a 
s\uface with substantial aligiunent (e.g., about 13** or less), both in-plane and out-of- 
plane. 

13 
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The conditions used during deposition of the buffer layer material can include, 
for example, a substrate temperature of from about O^^C to about 400°C (e,g., from 
about room temperature to about 400*^0), a deposition rate of from about 1.0 
Angstrom per second to about 4.4 Angstroms per second, an ion energy of fix)m about 
5 200 eV to about 1200 eV, and/or an ion flux of from about 1 10 microamperes per 
square centimeter to about 120 microamperes per square centimeter. 

In some embodiments, the substiute is formed of a material having a 
polycrystalline, non-amoiphous base structure (e.g., a metal alloy, such as a nickel 
alloy) witli a smooth amorphous surface fomied of a different material (e.g., Si3N4). 
10 In certain embodiments, a plurality of buffer layers can be deposited by 

epitaxial growth on an original BAD surface. Each buffer layer can have substantial 
alignment (e.g., about 13° or less), both in-plane and out-of-plane. 

~~ These methods are described in PGT Publication.No. Wa99/25908, published 
on May 27, 1999, and entitled 'Thin Fihns Having A Rock-Salt-Like Structure 
15 Deposited on Amorphous Surfaces,'* which is hereby incorporated by reference. 

In some embodiments, an epitaxial buffer layer can be deposited by sputtering 
from a metal or metal oxide target at a high throughput. Heating of the substrate can 
be accomplished by resistive heatiiig or bias and electric potential to obtain an 
epitaxial morphology. A deposition dwell may be used to form an oxide epitaxial 

20 film from a metal or metal oxide target. 

The oxide layer typically present on substrates can be removed by exposure of 
the substrate sxirface to energetic ions within a reducing environment, also known as 
Ion Beam etching. Ion Beam etching can be used to clean the substrate prior to film 
deposition, by removing residual oxide or impurities from the substrate, and 

25 producing an essentially oxide-free preferably biaxially textured substrate surface. 
This improves the contact between the substrate and subsequently deposited material. 
Energetic ions can be produced by various ion guns, for example, which accelerate 
ions such as Ar"" toward a substrate surface. Preferably, gridded ion sources witii 
beam voltages greater than 150 ev are utilized. Alternatively, a plasma can be 

30 established in a region near tiie substrate surface. Within this region, ions chemically 
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interact wiili a substrate surface to remove material from that surface, including metal 
oxides, to produce substantially oxide-free metal surface. 

Another method to remove oxide layers from a substrate is to electrically bias 
the substrate. If the substrate tape or wire is made negative with respect to the anode 

5 potential, it will be subjected to a steady bombardment by ions from the gas prior to 
the deposition (if the target is shuttered) or during the entire fihn deposition. This ion 
bombardment can clean the wire or tape surface of absorbed gases that might 
otherwise be incorporated in the fihn and also heat the substrate to elevated deposition 
temperatures. Such ion bombardment can be further advantageous by improving the 

1 0 density or smoothness of the epitaxial fihn. 

Upon formation of an appropriately textured, substantially oxide-free substrate 
surface, deposition of a buffer layer can begin. One or more buffer layers, each 
including a single metal or oxide layer, can be used. In some preferred embodiments, 
the substrate is allowed to pass tBrough an apparatus adapted to carry out steps of the 

15 deposition method of these embodiments. For example, if the substrate is in the form 
of a wire or tape, the substrate can be passed linearly from a payout reel to a take-iq) 
reel, and steps can be performed on the substrate as it passes between the reels. 

According to some embodiments, substrate materials are heated to elevated 
temperatures which are less than about 90% of the melting point of the substrate 

20 material but greater than the threshold temperature for forming an epitaxial layer of 
the desired material on the substrate material in a vacuum environment at the 
predetermined deposition rate. In order to form the appropriate buffer layer crystal 
structure and buffer layer smoothness, high substrate temperatures are generally 
preferred. Typical lower limit temperatures for the growth of oxide layers on metal 

25 are approximately 200X to 800X, preferably SOOT to 800'C, and more preferably, 
650'C to 800'C. Various well-known methods such as radiative heating, convection 
heating, and conduction heating are suitable for short (2 cm to 10 cm) lengths of 
substrate, but for longer (Im to 100 m) lengths, these techniques may not be well 
suited. Also to obtam desired high throughput rates in a manufacturing process, the 

30 substrate wire or tape must be moving or transferring between deposition stations 

during the process. According to particular embodiments, the substrates are heated by 



wo 01/08233 PCr/USOO/19345 

resistive heating, that is, by passing a current through the metal substrate, which is 
easily scaleable to long length manufacturing processes. This approach works well 
while instantaneously allowing for rapid travel between these zones. Temperature 
control can be accomplished by using optical pyrometers and closed loop feedback 
5 systems to control the power supphed to the substrate being heated Cturent can be 
supphed to tlie substrate by electrodes which contact the substrate in at least two 
different segments of the substrate. For example, if the substrate, in the form of a tape 
or wire, is passed between reels, the reels themselves could act as electrodes. 
Alternatively, if guides are employed to transfer the substrate between reels, the 
10 guides could act as electrodes. The electrodes could also be completely independent 
of any guides or reels as well. In some preferred embodiments, current is applied to 
the tape between current wheels. 

In order that the deposition is carried out on tape that is at the appropriate 
temperature, the metal or oxide material that is deposited onto the tape is desirably 

15 deposited in a region between the current wheels. Because the current wheels can be 
eflScient heat sinks and can thus cool the tape in regions proximate to the wheels, 
material is desirably not deposited in regions proximate to the wheels. In the case of 
sputtering, ihe charged material deposited onto the tape is desirably not influenced by 
other charged surfaces or materials proximate to the sputter flux path. For this reason, 

20 the sputter chamber is preferably configured to place components and surfaces which 
could influence or deflect the sputter flux, including chamber walls, and other 
deposition elements, in locations distant from the deposition zone so that they do not 
alter the desired deposition of metal or metal oxide in regions of the tape at the proper 
deposition temperature. 

25 More details are provided in commonly owned United States Patent 

Application Serial No. 09/500,701, filed on February 9, 2000, and entitled "Oxide 
Layer Metliod," and commonly owned United States Patent Application Serial No. 

, filed on even date herewith, and entitied "Oxide Layer Method," both of 

which are hereby incorporated by reference in their entirety. 

30 In preferred embodiments, three buffer layers are used. A layer of Y2O3 or 

CeOi (e.g.. from about 20 nanometers to about 50 nanometers thick) is deposited 
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(e.g., using electron beam evaporation) onto the substrate surface. A layer of YSZ 
(e.g., fix)m about 0.2 micron to about 1 micron thick, such as about 0.5 micron thick) 
is deposited onto the surface of the Y2O3 or CeCb layer using sputtering (e.g, using 
magnetron sputtering). A C0O2 layer (e.g., about 20 nanometers thick) is deposited 
5 (e.g, using magnetron sputttering) onto the YSZ surface. The surface of one or more 
of these layers can be chemically and/or thermally conditioned as described herein* 

In certain embodiments, the underlying layer (e.g., a buffer layer or a different 
superconductor layer) can be conditioned (e.g., thermally conditioned and/or 
chemically conditioned) so that the superconductor layer is formed on a conditioned 

10 surface. Tlie conditioned surface of the underlying layer can be biaxially textured 
(e.g., (1 13)[211]) or cube textured (e.g., (100)[01 1] or (100)[01 1]), have peaks in an 
X-ray diffraction pole figure that have a full width at half maximum of less than about 
20^ (e.g., less than about 15°, less than about 10°, or from about 5° to about 10°), be 
smoother than before conditioning as determined by high resolution scanning election 

1 5 microscopy or atomic force microscopy, have a relatively high density, have a 
relatively low density of impurities, exhibit enhanced adhesion to other material 
layers (e.g.. a superconductor layer or a buffer layer) and/or exhibit a relatively small 
rocking curve width as measured by x-ray diffraction. 

''Chemical conditioning" as used herein refers to a process which uses one or 

20 more chem ical species (e.g., gas phase chemical species and/or solution phase 

chemical species) to affect changes in the surface of a material layer, such as a buffer 
layer or a superconductor material layer, so that the resulting siirface exhibits one or 
more of the above noted properties. 

•Thermal conditioning" as used herein refers to a process which uses elevated 

25 temperature with or without chemical conditioning to affect changes in the stirface of 
a material layer, such as a buffer layer or a superconductor material layer, so that the 
resulting surface exhibits one or more of the above noted properties. Preferably, 
thermal conditioning occurs in a controlled environment (e.g., controlled gas pressure, 
controlled gas environment and/or controlled temperature). 



17 



wo 01/08233 



PCTAJSOO/19345 



Thermal conditioning can include heating the sxirface of the underlying layer 
to a temperature at least about S^'C above the deposition temperature or the 
crystallization temperature of the underlying layer (e.g., bom about IS^^C to about 
SOO^C above the deposition temperature or the crystallization temperature of the 
5 underlying layer, from about IS^'C to about 300*'C above the dq)osition temperature 
or the crystallization temperature of the underlying layer, or from about 150^C to 
about 300''C above the deposition temperature or the crystallization temperature of 
the underlying layer). Examples of such temperatures are from about 500°C to about 
1200^C (e.g., from about 800°C to about lOSO^'C). Thennal conditioning can be 
10 performed under a variety of pressure conditions, such as above atmospheric pressure, 
below atmospheric pressure, or at atmospheric pressure. Thermal conditioning can 
also be pert ormed using a variety of gas environments (e.g., an oxidizmg gas 
enviroimient, a reducing gas enviroimient, or an inert gas environment). 

'^Deposition temperature" as used herein refers to the temperature at which the 
1 5 layer being conditioned was deposited. 

"Crystallization temperature" as used herein refers to the temperature at which 
a layer of material (e.g., the underlying layer) takes on a crystalline form. 

Chemical conditioning can mclude vacuum techniques (e.g., reactive ion 
etching, plasma etching and/or etching with fluorine compoxmds, such as BF3 and/or 

20 CF4). Chemical conditioning techniques are disclosed, for example, in Silicon 
ProcessinR for the VLSI Era, Vol. 1, eds. S. Wolf and R.N, Tanber, pp. 539-574, 
Lattice Press, Sunset Park, CA, 1986. 

Alternatively or additionally, chemical conditioning can involve solution 
phase techniques, such as disclosed in Metallurgy and Metallurgical Engineering 

25 Series , 3d ed., George L. Kehl, McGraw-Hill, 1 949. Such techniques can include 
contacting the surface of the underlying layer with a relatively mild acid solution 
(e.g., an acid solution containing less about 10 percent acid, less than about two 
percent acid, or less than about one percent acid). Examples of mild acid solutions 
include perchloric acid, nitric acid, hydrofluoric acid, hydrochloric acid, acetic acid 

30 and buffered acid solutions. In one embodiment, the mild acid solution is about one 
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percent aqueous nitric acid. In certain embodiments, bromide-containing and/or 
bromine-containing compositions (e.g., a liquid bromine. solution) can be used to 
condition the surface of a buffer layer or a superconductor layer. 

This method can be used to form multiple buffer layers (e.g., two, three, four, 
5 or more buffer layers), with one or more of the buffer layers having a conditioned 
surface. 

The method can also be used to form multiple superconductor layers, with one 
or more of ilie superconductor layers having a conditioned surface. For example, a 
supercondi:Ctor layer can be foraied and then thermally and/or chemically conditioned 

10 as described above. An additional superconductor layer can then be formed on the 
conditioned surface of the first superconductor layer. This process can be repeated as 
many times as desired. 

These methods are described in commonly owned U.S.. Provisional Patmt 
Application No. 60/166, 140, filed November 18, 1999, and entitled **Multi-Layer 

15 Articles and Methods of Making Same/* and commonly owned U.S. Patent 

Application Serial No. , filed on even date herewith, and entitled ^^Multi-layer 

Articles and Methods of Making Same," both of which are hereby incorporated by 
reference. 

In certain embodiments, the superconductor layer can be formed firom a 
20 precursor composition that has a relatively small amount of firee acid. In aqueous 
solutions, this can correspond to a precursor composition vnUi a relatively neutral pH 
(e.g., neither strongly acidic nor strongly basic). The precm-sor composition can be 
used to prepare multi-layer superconductors using a wide variety of materials which 
can be used as the underlying layer on which the superconductor layer is formed. 

25 The total fi-ee acid concentration of the precursor composition can be less than 

about 1x10'*^ molar (e.g., less than about 1x10'^ molar or about 1x10"'^ molar). 
Examples of free acids that can be contained in a precursor composition include 
trifluoroacccic acid, acetic acid, nitric acid, sulfuric acid, acids of iodides, acids of 
bromides and acids of sulfates. 
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When the precursor composition contains water, the precursor composition 
can have a pH of at least about 3 (e.g., at least about 5 or about 7). 

In some embodiments, the precursor composition can have a relatively low 
water content (e.g., less than about 50 volume percent water, less than about 35 
5 volume pei cent water, less than about 25 volume percent water). 

In embodiments in which the precursor composition contains trilluoroacetic 
acid and an alkaline earth metal (e.g., barium), the total amount of trifluoroacetic acid 
can be selected so that the mole ratio of fluorine contained in the precursor 
composition (e.g., in the form of trifluoroacetate) to the alkaline earth metal (e.g., 
10 barium ions) contained in the precursor composition is at least about 2:1 (e.g., from 
about 2:1 to about 18.5:1, or from about 2:1 to about 10:1). 

Superconducting articles formed from such precursor compositions can 
include more than one superconductor layer (e.g., two superconductor layers disposed 
on each other). The combined thickness of the superconductor layers can be at least 
15 about one niicron (e.g., at least about two microns, at least about three microns, at 
least about four microns, at least about five microns, or at least about six microns). 
The combined critical current density of the superconductor layers can be at least 
about 5x1 0" Amperes per square centimeter (e.g., at least about 1x10^ Amperes per 
square centimeter, or at least about 2x10^ Amperes per square centimeter). 

20 In general, the precursor compositions can be prepared by combining soluble 

compounds of a fvrsl metal (e.g., copper), a second metal (e.g., an alkaline earth 
metal), and a rare earth metal with one or more desired solvents and optionally water. 
As used herein, "soluble compounds" of the first, second and rare earth metals refer Jo 
compounds of these metals that are capable of dissolving in the solvent(s) contained 

25 in the precursor compositions. Such compounds include, for example, salts (e.g., 
nitrates, acetates, alkoxides, iodides, sulfates and trifluoroacetates), oxides and 
hydroxides of these metals. 

These methods and compositions are described in commonly owned U.S. 
Provisional Patent Application Serial No. 60/166, 297, filed on November 18, 1999, 

30 and entitletl ^'Superconductor Articles and Compositions and Methods for Making 
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Same," and commonly owned U.S* Patent Application No. , filed on even 

date herewith, and entitled "Superconductor Articles and Compositions and Methods 
for Making Same," both of which are hereby incorporated by reference. 

In certain embodiments, a precursor solution is formed of an organic solution 
5 containing metal trifluoroacetates prepared from powders of BaCOs, YCOa^SHiO and 
Cu(OH)2C03 combined and reacted using methods known to those skilled in the art 
For example, the powders can be combined in a 2: 1 :3 ratio with between 20-30% 
(5.5-6.0 M) excess trifluoroacetic acid in methyl alcohol and then refluxed (e.g., for 
approximately four to ten hours) to produce a solution substantially 0.94 M based on 
10 copper content. 

The precursor solution is then applied to a surface (e.g., a buffer layer 
surface), such as by spin coating or other techniques known to those skilled in the art. 

After application to the surface (e g, the buffer layer surface), the precursor 
solution is heat treated. Generally, the solution is heated at a rate of fi-om about 0.5°C 

1 5 per minute lo about 1 0°C per mmute in moist oxygen (e.g., having a dew point in the 
range of from about 20°C to about 75°C) to a temperature in the range of fi-om about 
300°C to about 500°C. The coating is then heated for about one hour to a temperature 
of less than about 860°C (e.g., less than about 810°C) in a moist reducing nitrogen- 
oxygen gas mixture (e.g., having a composition including from about 0.5% to about 

20 5% oxygen J. Optionally, the coating can be ftirfher heated to a temperature of from 
about 860°C to about 950°C for from about five to about 25 minutes. The coating is 
subsequently heated to a temperature of from about 400°C to about 500**C for at least 
about eight hours at in dry oxygen. The coating can then be cooled to room 
temperature in static dry oxygen. 

25 These methods are described in U.S. Patent No. 5,231 ,074, issued on July 27, 

1993, and entitled "Preparation of Highly Textured Oxide Superconducting Fihns 
from MOD Precursor Solutions," which is hereby incorporated by reference. 

In £t.^!Tie embodiments, a metal oxyfluoride is deposited using one or more 
standard techniques, such as metalorganic solution deposition, metalorganic chemical 
30 vapor deposition, reactive evaporation, plasma spray, molecular beam epitaxy, laser 

21 
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ablation, ion beam sputtering, electron beam evaporation, depositing a metal 
trifluoroaceiate coating and decomposing the coating as described herein. Multiple 
layers of metal oxyfluoride may be deposited. 

Other constituent metallic elements of the desired oxide superconductor are 
5 also deposi led in substantially stoichiometric proportions. 

The metal oxyfluoride is converted into an oxide superconductor at a rate of 
conversion selected by adjusting temperature, vapor pressure of gaseous wato* or 
both. For example, the metal oxyfluoride can be converted in a processing gas having 
a moisture content of less than 100% relative humidity (e.g., less than about 95% 

10 relative humidity, less than about 50% relative humidity, or less than about 3% 

relative humidity) at 25°C to form some oxide superconductor, then completing the 
conversion using a processing gas having a Mgher mGis^are content (e.g., from about 
95% relati\ e humidity to about 100% relative humidity at 25'*C). The temperature for 
converting ilie metal oxyfluoride can be in the range of from about 700**C to about 

15 900X (e.g., from about 700°C to about 835°C). The processing gas preferably 

contains from about 1 volume percent oxygen gas to about 10 voliraie percent oxygen 
gas. 

Tliese methods are described in PCT Publication No. WO 98/58415, published 
on December 23, 1998, and entitled "Controlled Conversion of Metal Oxyfluorides 
20 into Superconducting Oxides," which is hereby incorporated by reference. 

In certain embodiments, the preparation of the superconductor layer includes 
using a precursor composition containing a trifluoroacetate salt of one or more metals 
and a controlled total water content (e.g., controlled content of liquid water in the 
precursor composition and controlled content of water vapor in the surrounding 

25 environment) present when treating the precursor composition to form an intermediate 
of the superconductor layer (e.g., a metal oxyfluoride intermediate of the 
superconductor layer). For example, the precursor composition can have a relatively 
low water content (e.g., less than about 50 volume percent water, less than about 35 
volume percent water, or less than about 25 volume percent water) and/or a relatively 

30 high solids content, whereas the surrounding gas enviroimient can have a relatively 
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high vapor pressure of water (e.g., from about 5 Ton to about 50 Torr water, from 
about 5 Ton to about 30 Torr water, or from about 10 Torr to about 25 Torr water). 
The superconductor layer intermediate (e.g., metal oxyfluoride intermediate) can be 
formed in a relatively short period of time (e.g., less than about five hours, less than 
5 about three hours, or less than about one hour). 

Treating the precursor composition can include heating the precursor 
composition from an initial temperature (e.g., room temperature) to a tempemture of 
from about 1 90°C to about 21 5°C (e.g., about 21 0°C) at a rate of at least about 5X 
per minute < e.g., at least about 8°C per minute, or at least about 10°C per minute) in a 
10 water vapor pressure of from about 5 Torr to about 50 Torr water vapor (e.g., from 
about 5 Torr to about 30 Torr water vapor, or from about 10 Torr to about 25 Torr 
water vapor; . The nominal partial pressure of oxygen can be, forexample, from 
about 0. 1 Ton* to about 760 Torr. 

Heating is then continued to a temperature of from about 220**C to about 
15 290''C (e.g.. about 220°C) at a rate of from about 0.05°C per minute to about 0.4**C 
per minute (e.g., from about 0. 1 per minute to about 0.4°C per minute) in a water 
vapor pressure of from about 5 Torr to about 50 Torr water vapor (e.g., from about 5 
Torr to about 30 Torr water vapor, or from about 10 Torr to about 25 Torr water 
vapor). The nominal partial pressure of oxygen can be, for example, from about 0.1 
20 Torr to about 760 Torr. 

This is followed by heating to about 400*^0 at a rate of at least about 2**C per 
minute (e.g.. at least about 3°C per minute, or at least about 5°C per minute) in a 
water vapor pressure of from about 5 Toir to about 50 Torr water vapor (e.g., from 
about 5 Torr to about 30 Torr water vapor, or from about 10 Torr to about 25 Torr 
25 water vapor) to fomi an intermediate of the superconductor material (e.g., a metal 
oxyfluoride intermediate). The nominal partial pressure of oxygen can be, for 
example, from about 0.1 Ton: to about 760 Torr. 

The intermediate can be heated to form the desired superconductor layer. For 
example, the intermediate can be heated to a temperature of from about 700°C to 
30 about 825 ^'C in an environment containing from about 0.1 Torr to about 50 Torr 
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oxygen and from about 0. 1 Torr to about 1 50 Toir water vapor (e.g., about 12 Torr 
water vapor) with the balance being, for example, nitrogen and/or argon. 

The method can result in a well-ordered superconductor layer (e.g., biaxially 
textured or cube textured) having a relatively high critical cuirent density (e.g., at 
5 least about 5x 1 0^ Amperes per square centimeter). 

These methods are described in commonly owned U.S. Provisional Patent 
Application Serial No. 60/166,145, filed on November 18, 1999, and entitled 
**Methods aiicl Compositions for Making a Multi-Layer Article," and commonly 
owned U.S. Patent Application No. , filed on even date herewith, and 

1 0 entitled "M cthods and Compositions for Making a Multi-layer Article," both of which 
are hereby incorporated by reference. 

In certain embodiments, a metal oxyfluoride intermediate of a superconductor 
material can be prepared using a process that involves relatively few temperature 
ramps (e.g.. less than three ramps, such as two ramps). 

1 5 Alternatively or additionally, forming the metal oxyfluoride can include one or 

more steps in which the temperature is held substantially constant (e.g., constant 
within aboui 1 0°C, within about S^'C, within about 2°C, within about 1°C) for a 
relatively lung period of time (e.g., more than about one minute, more than about five 
minutes, more than about 30 minutes, more than about an hour, more than about two 

20 hours, more than about four hours) after a first temperature ramp to a temperature 

greater than about room temperature (e.g., at least about 50°C, at least about 100°C, at 
least about 200°C, at least about 215^C, firom about 215°C to about 225°C, about 
220^'C). 

Formation of the metal oxyfluoride intermediate can involve using more than 
25 one gas environment (e.g., a gas environment having a relatively high water vapor 
pressure and a gas environment having a relatively low water vapor pressure) while 
maintaining the temperature substantially constant (e.g., constant within about 10°C, 
within aboiii 5°C, within about 2*'C, within about TC) for a relatively long period of 
time (e.g., more than about one minute, more than about five minutes, more than 
30 about 30 minutes, more than about an hour, more than about two hours, more than 
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about four liours). As an example, in a high water vapor pressure environment, the 
water vapor pressure can be from about 17 Torr to about 40 Toir (e.g., from about 25 
Ton to about 38 Torr, such as about 32 Torr), A low water vapor pressure 
environmeni can have a water vapor pressure of less than about 1 Torr (e.g., less than 
5 about 0.1 ToiT, less than about 10 milUTon-, about five milliTorr). 

Generally, the metal oxyfluoride is formed by disposing a composition (e.g., a 
precursor solution) on a surface (e.g., a substrate surface, a buflfer layer surface or a 
superconducior layer surface) and heating the composition. The methods of disposing 
the composition on the surface include spin coating, dip coating, web coating and 

10 other techniques known in the art. 

Typically, in an initial decomposition step, the initial temperature in this step 
is about room temperatuie, and the final temperature is from about 215 DC to about 
225'*C using a temperature ramp of lODC per minute or less. During this step, the 
partial pressure of water vapor in the nominal gas environment is preferably 

15 maintained i\t from about 17 Torr to about 40 Torr. The partial pressure of oxygen in 
the nominal gas environment can be maintained at from about 0.1 Torr to about 760 
Ton. The temperature and nominal gas environment are then held substantially 
constant for a relatively long period of time. 

Afk r this time period, the gas environment is changed to a relatively dry gas 

20 environmeni (e.g., less than about one Torr water vapor, less than about 0.1 Torr 
water vapor, less than about 1 0 milliTorr water vapor, five milliTorr water vapor) 
while mainiaining the temperature substantially constant. The temperature and 
nominal gas environment are then held substantially constant for a relatively long 
period of time. 

25 After ihis time period, the nominal gas enviromnent is maintained 

substantially constant and heating is continued to a temperature suflBcient to form the 
metal oxyfluoride intermediate (e.g., about 400 DC). This step is preferably 
performed using a temperature ramp of lODC per minute or less. 

The metal oxyfluoride intermediate can then be heated to form the deshred 
30 superconducior layer. Typically, this step is performed by heatmg to a temperature of 

25 
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from aboiii 700DC to about 825DC. During this step, the nominal gas environment 
typically cun contain from about 0.1 Torr to about 50 Toir oxygen and from about 0.1 
Toir to abom 1 50 Torr (e,g., about 12 Tort) of water vapor with the balance being 
nitrogen and/or argon. Preferably, the metal oxyfluoride intermediate has a relatively 

5 low defect density. 

These methods are described in commonly owned U.S. Patent Application 

Serial No. > filed on even date herewith, and entitled 'Methods of Making A 

Superconductor " which is hereby incorporated by reference- 
In coinain embodiments, the superconducting layer can be formed flx)m solid- 

10 state, or sciv.i solid state, precursor materials deposited in the form of a dispersion. 
These precursor compositions allow for example the substantial elimination of BaCOa 
fomiation iii final YBCO superconductiiiglayers, while also allov/^^^ 
nucleation and growth. 

Two general approaches are presented for the formulation of precxirsor 

15 compositions. In one approach, the cationic constituents of the precursor composition 
are provided in components taking on a sohd form, either as elements, or preferably, 
compounded with other elements. The precursor composition is provided in the form 
of ultrafine particles which are dispersed so that they can be coated onto and adhere 
onto the surface of a suitable substrate, intermediate-coated substrate, or buffer-coated 

20 substrate. These ultrafine particles can be created by aerosol spray, by evaporation or 
by similar techniques which can be controlled to provide the chemical compositions 
and sizes desired. The ultrafine particles are less than about 500 nm, preferably less 
than about 250 nm, more preferably less than about 100 nm and even more preferably 
less than about 50 nm. In general, the particles are less than about 50% the thickness 

25 of the desired final fihn thickness, preferably less than about 30% most preferably less 
than about i 0% of the thickness of the desired final film thickness. For example, the 
precursor composition can comprise ultrafine particles of one or more of the 
constituetits of the superconducting layer in a substantially stoichiometric mixture, 
present in a earner. This carrier comprises a solvent, a plasticizer, a binder, a 

30 dispersani. or a similar system known in the art, to form a dispersion of such particles. 
Each ultra line particle can contain a substantially compositionally uniform. 
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homogeneous mixture of such constituents. For example, each particle can contain 
BaF2, and rare-earth oxide, and copper oxide or rare earthA)arium/copper oxyfluoride 
in a substamially stoichiometric mixture. Analysis of such particles would desirably 
reveal a rare-earth:barium:copper ratio as substantially 1:2:3 in stoichiometry, with a 
5 fluorine:bariuin ratio of substantially 2:1 in stoichiometry. These particles can be 
either crysiailine, or amorphous in form. 

In a second approach, the precursor components can be prepared fiom 
elemental sources, or from a substantially stoichiometric compound comprising the 
desired consiiiuents. For example, evaporation of a solid comprising a substantially 

10 stoichiomeu ic compound of desired REBCO constituents (for example, YBa2Cu307-x) 
or a number of solids, each containing a particular constituent of the desired final 
superconduciing layer (for example, Y2O3, BaF2, CuO) could be used to produce ttie 
ultrafine pai licJes for production of the precursor compositions. Alternatively, spray 
drying or acrosolization of a metalorganic solution comprising a substantially 

1 5 stoichiomei r i c mixture of desired REBCO constituents could be used to produce the 
ultrafine panicles used in the precursor compositions. Alternatively, one or more of 
the cationic constituents can be provided in the precursor composition as a 
metalorganic salt or metalorganic compound, and can be present in solution. The 
metalorganic solution can act as a solvent, or carrier, for the other solid-state elements 

20 or compounds. According to this embodiment, dispersants and/or binders can be 

substantial):, eliminated from the precursor composition. For example, the precursor 
composition can comprise ultrafine particles of rare-earth oxide and copper oxide in 
substantially a 1 :3 stoichiometric ratio, along with a solublized barium-containing 
salt, for example, barium-trifluoroacetate dissolved in an organic solvent, such as 

25 methanol. 

If ll .o superconducting layer is of the REBCO type, the precursor composition 
can contai! ) a rare earth element, barium, and copper in the form of their oxides; 
halides sucii as fluorides, chlorides, bromides and iodides; carboxylates and 
alcoholates. ibr example, acetates, including trihaloacetates such as trifluroracetates, 
30 formates, o xalates, lactates, oxyfluorides, propylates, citrates, and acetylacetonates, 
and, chloraics and nitrates. The precursor composition can include any combination 
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of such elements (rare earth element, barium, and copper) in their various forms, 
which can convert to an intermediate containing a barium halide, plus rare ear± 
oxyfluoridc and copper(oxyfluoride) without a separate decomposition step or with a 
decomposii ion step that is substantially shorter than that which may be required for 

5 precursors i .1 which all constituents are solubilized, and without substantial formation 
of BaC03, and which can subsequently be treated using high temperature reaction 
processes to yield an epitaxial REBCO fihn with Tc of no less than about 89K, and Jc 
greater than about 500,000 A/cm^ at a fihn thickness of 1 micron or greater. For 
example, for a YBa2Cu307.x superconducting layer, the precursor composition could 

1 0 contain bar. li m halide (for example, barium fluoride), yttrium oxide (for example, 
Y2O3), and copper oxide; or yttrium oxide, barium trifluoroacetate in a 
trifluoroaGciate/methanol solution, and a mixture of coR>er oxide and copper 
trifluoroaceiate in trifluoroacetate/methanol. Alternatively, the precursor composition 
could contain Ba-tiifluoroacetate, Y203. and CuO. Altematively,=the precursor 

1 5 composition could contain barium trifluoroacetate and yttrium trifluoroacetate in 

methanol, and CuO. Alternatively, the precursor composition could contain BaFa and 
yttrium aceiate and CuO. hi some preferred embodiments, barivun-containing 
particles arc present as BaFa particles, or barium fluoroacetate. In some embodiments 
the precursor could be substantially a solublized metalorganic salt containing some or 

20 all of the cation constituents, provided at least a portion of one of the compounds 
containing caiion constituents present in solid form. In certain embodiments, the 
precursor in a dispersion includes a binder and/or a dispersant and/or solvent(s). 

The precursor compositions can be applied to substrate or buffer-treated 
substrates b.\' a number of methods, which are designed to produce coatings of 

25 substantially homogeneous thickness. For example, the precursor compositions can 
be applied using spin coating, slot coating, gravure coating, dip coating, tape casting, 
or spraying. The substrate is desirably uniformly coated to yield a superconductmg 
film of from about 1 to 10 microns, preferably fi-om about 1 to 5 microns, more 
preferably I'rom about 2 to 4 microns. 

30 More details are provided in commonly owned United States Patent 

Applicatior. Serial No. 09/500.717, filed on February 9, 2000, and entitled "Coated 

28 
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Conductor Thick Film Precursor," which is hereby incoiporated by reference in its 
entirety. 

In particular embodiments, methods can be employed to minimize the 
formation of undesirable a-axis oriented oxide layer grains, by inhibiting the 
5 formation o T ihe oxide layer until the required reaction conditions are attained. 

Con\ entional processes developed for decomposition and reaction of fluoride- 
containing precursors use a constant, and low, non-turbulent flow of process gas that 
is introduce J into the decomposition furnace in an orientation that is paraUel to the 
film surface, resulting in a stable boundary layer at the film/gas interface. In the 

10 apparatus i\ pes typically used for oxide layer precursor decomposition and reaction, 
the diSusio.i of gaseous reactants and products through this gas/fihn boundary layer 
appears to control the overall reaction rates. In thin, small areaiiinis (for example, 
less than about 0.4 microns thick and less than about a square centim^er), the 
diffusion oi H2O into the film and the diffusion of HF out of the fihn occur at rates 

15 such that the formation of the YBaiCuaOv-x phase does not begin at any significant 
rate until the sample reaches the processing temperature. However, as the fihn 
thickness or area increases, the rates of gaseous difltusion into and out of the fihn 
decrease, all other parameters being equal. This results in longer reaction times 
and/or incomplete formation of the YBa2Cu307.x phase, resulting in reduced 

20 crystallographic texture, lower density, and reduced critical current density. Thus, the 
overall rate of YBa2Cu307.x phase formation is determined, to a significant extent, by 
the diffusion of gases through the boundary layer at the film surface. 

One approach to eliminating these bomdary layers is to produce a turbulent 
flow at the 11 Im surface. Under such conditions, the local gas composition at the 

25 mterface is maintained essentially the same as in the bulk gas (that is, the PH2O is 
constant, aiul the pHF is approximately zero). Thus, the concentration of the gaseous 
products/reaciants in the fihn is not controlled by the diffusion through the gas/film 
surface boundary layer condition, but rather by diffusion through the fihn. In order to 
minimize tlie nucleation of a-axis YBa2Cu307.x oriented grains on a substrate surface, 

30 the fonnati^>n of the YBa2Cu307.x phase is inhibited \mtil desired process conditions 
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are reached . For example, the fonnation of the YBa2Cu307.x phase can be inhibited 
until desireu process temperature is reached. 

In one embodiment, a combination of: 1) low (non-turbulent) process gas 
flow, so Xhiw a slable boundary layer is established at the fihn/gas interface, during the 

5 ramp to temperature, and 2) high (turbulent) process gas flow, so that the boundary 
layer is disnipied at the fihn/gas interface, is employed. For example, in a three inch 
tube furnace, the flow can be from abont 0.5 to about 2.0 L/min during the 
temperature ramp from ambient temperature to the desired process temperature. 
Thereafter, '.he flow can be increased to a value of from about 4 to about 15 L/nain 

10 during the i : me at which the film is being processed. Thus, the rate of fonnation of 
YBaaCuaO- s and epitaxial texture formation can be increased at higji temperature, 
while min iriiizing the amount of unwanted a-axis nucleation and growtti-at low 
temperature during ramp up. According to these processes, a-axis nucleated grains 
are desirably present in an amount of less than about 1%, as determined by scanning 

15 electron microscopy. 

More details are provided in commonly owned U.S. Patent Application Serial 

No. - iiled on even date herewith, and entitled "Control of Oxide Layer 

Reaction Rates " which is hereby mcorporated by reference. 

Referring now to Figs. 1 A and IB, a conductor 10 formed in accordance with 

20 the present invention is shown. Figure 1 shows this in the simplest configuration, 
where two lapes are bonded face to face. As described hereinbefore, each tape 
includes a substrate which can be a metal or alloy, and is preferably a nonmagnetic 
alloy; a buffer layer which can include single or multiple layers formed of oxides, 
nitrides anLi/or metals; and, the superconducting layer which is typically YBCO or 

25 alternative I > with a rare earth substituted for the Y. An additional cap layer may be 
deposited, w hich is most preferably silver and could incorporate as an option an 
additional i .ormal metal layer to provide thermal and electrical mass. This conductor 
can be boiKied to the cap layer of another tape at mirror image using soldering, 
difliision bi^inding or other sinular processes. 
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More specifically, conductor 10 is fonned of two coated conductor tapes 11a 
and lib in sandwich configuration. As shown in Figs. lA and IB, conductor 11a 
includes sui^siraie 12a, buffer layer 14a, HTS layer 16a, and cap layer 18a. Likewise, 
conductor 1 i b includes substrate 12b, buffer layer 14b, HTS layer 16b and cap layw 
5 18b. 

Coiiaiictors 1 la and lib can be formed using known processes, such as for 
example tlic IBAD, DeTex, q)itaxial deposition processes as described above. 
Prefwably. substrates 12a and 12b are nonmagnetic and are formed using one of the 
above-described DeTex processes. 
jQ Bi, 1 layers 14a and 14b are preferably deposited epitaxially using one of the 

above-described methods. Buffer layers 14a and 14b each may be formed of one or 
more layer.'- . Exemplary buffer layer materials include, but are not limited to, CeOi, 
YSZ (yttrii! stabilized zircoma), Y203 and SrTiOa. 

Layer 1 4 can be fonned of any material capable of supporting layer 16. For 
15 example, hiyer 1 4 can be formed of a buffer layer material. Examples of buffer layer 
materials include metals and metal oxides, such as silver, nickel, TbOx, GaOx, CeOj, 
yttria-stabi;;/.cd zirconia (YSZ), Y2O3, LaAlOa, SrTiOj, LaNiOj, GdaOa. LaCuOa, 
SrRuOa, N JGaOj, NdAlOa and nitrides as known in the art. A buffer material can be 
prepared ii.sing solution phase techniques, including metalorganic deposition, such as 
20 disclosed ir.. for example, S.S. Shoup et al., J. Am. Cer. Soc, vol. 81, 3019; D. Beach 
et al., Mat. Kes. Soc. Symp. Proc, vol. 495, 263 (1988); M. Paranthaman et al.. 
Superconductor Sci. Tech., vol. 12, 319 (1999); D.J. Lee et al., Japanese J. Appl. 
Phys., vol. ?S, LI 78 (1999) and M.W. Rupich et al., LE.E.E. Trans, on Appl. 
Supercon. vol. 9, 1527. 
25 HTS layers 1 6a and 16b are also preferably deposited epitaxially using one of 

the above-iicscribed metliods. HTS layers 16a and 16b include any HTS material, for 
example, yiiriiim-barium-copper-oxide superconductors (YBCO), bismuth-strontimn- 
calcium-copper-oxide superconductors (BSCCO), and thallium based 
superconductors. 
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Cap layers 1 8a and 1 8b can each be fonned of one or more layers as shown for 
example in Fig. IB. Cap layers 18a and 18b preferably each include at least one 
noble meta! layer. "Noble metal", as used herein, is a metal whose reaction products 
are theremouynamically unstable under the reaction conditions employed to prepare 
5 the HTS taj)c. Exemplary noble metals include for example silver, gold, palladium 
and platnii'ii ii. Noble metals provide a low interfacial resistance between the HTS 
layer and il lo cap layer. In addition, cap layers 1 8a and 1 8b can each include a second 
layer of nonnal metal (e.g. Cu or Al or alloys of normal metals). 

The individual conductors 1 la and 1 lb are then joined at the respective layers 
1 0 using one v a variety of methods. For example, and while not to be construed as 
limiting, exemplary joining techniques include soldering and diffusion bonding. An 
exemplary .M)ider embodiment is shown in shown in Figs. l A and lB, v.dth the 
resulting solder layer between tiie cap layers 18a and 18b being illustrated as 
reference numeral 20 (or the interface in the case of diffusion bonding). 
15 Alternatively, if no cap layers are used, an intervening layer, preferably metallic, may 
be bonded lo tiie two HTS layers. 

Rell rring now to Figs. 2A and 2B, an alternative embodiment of the invention 
is illustrated. In this embodiment, conductor 10* includes conductors 1 la and 1 lb are 
offset (i.e. uoX registered at their respective edges as shown in the figures). The offeet 
20 configuraiivui shown in this embodiment may be preferable in some circumstances 
because it lillows for direct current transfer into the superconducting filament or layers 
16a and l()ii. for example, at splices and terminations, from the broad surface of the 
cap layers I Sa and 1 8b, respectively, as compared to transfer from the edges of the 
superconducting layers I6a and 16b. 

25 Fig. IC depicts another alternative embodiment in accordance with the present 

invention, in Fig. 2C, the benefits of the offset configuration as shown in Figs. 2A 
and 2B are ilirther extended to provide current transfer to the substrates 12a and 12b 
by extension of the cap layers 18a and 18b respectively along the edges of the 
individual uipes 1 1 a and 1 lb, respectively. This provides additional stability to the 

30 conductor by allowing alternate current paths and heat transfer to the substrates and 
subsequeniiy lo the cryogen in which the conductor 10" is immersed or exposed. 
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FiiiN. 3A and 3B illustrate another alternative embodiment of the invention. 
Figs. 3A au.: 3B depict a conductor 20 in which each of the superconducting layers 
16a and 1 are divided into a plurality of narrov^rer filaments 17a and 17b, 
respectively it will be appreciated that the filament widths in each of layers 16a and 
5 16b need \vm be of equal dimension within each layer. Nor is it necessary that the 
width of tho filaments in the opposing layers be of equal width. The filaments are 
separated from one another by regions 30 which can be for example normal (i.e. non- 
superconducting) regions in the superconducting layers or normal (e.g. non- 
supercondi: Jiing) metal inserted between the narrower filaments. 
10 In li . - case of normal regions in the superconducting layers, the layers in 

region 30 \v oiild then formed of the same material as the HTS layer but treated by for 
example ior: bombardment to suppress superconductivity. This can be accomplished 
for example ion bombardment.prior to deposition of A^cap layers 18a and 18b. 
Alternatively, ion bombardment can be used following cap layer deposition. 

15 In 1 1 ic case of normal metal inserted in regions 30, the material from the 

superconduciing layer can be removed from region 30 prior to cap layer deposition 
and the cap layer material can be inserted therefor. This is typically done 
simultaneously with the cap layer deposition. It will be appreciated that some or all of 
the width oi regions 30 can be varied (independent of one another) to increase the 

20 volume of ihe normal metal alternative current paths. 

Prciorably, the filaments in the opposing layers with be ofifeet with respect to 
one another, thereby providing current sharing between multiple filaments. This can 
be impleni', iited within each layer and/or opposing layers. 

Figs. 3A and 3B further show edge layers 32 which may be formed of cap 

25 layer materials as described hereinabove. This is similar to the extension of the cap 
layers 18a and 1 8b discussed in connection v^th Fig. 2C. As discussed above, this 
provides aci Jitional stability to the conductor by allowing alternate current paths and 
heat translcr to the substrates and subsequently to the cryogen in. which the conductor 
10*' is immersed or exposed. 
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Fiiis. 4A and 4B illustrate yet another embodiment of the invention. In this 
embodimeiii. an additional stabilizer 70 is included along with cap layers 18a and 
18b. This liilows a cost effective alternative in siutations where additional stabilizer 
may be desirable or necessary. For example, stabilizer 70 can be formed of copper, 
5 aluminum or the like. 

It is anticipated that practical conductors can be produced by laminating two 
individual uipes face-to-face such that a conductive metal layer 18 is disposed 
between the superconducting filaments with the buffer layer and substrate on the 
outside of i!ie stack up. 
10 In some embodiments, coated conductors can be fabricated in a way that 

minimizes iosses incurred in alternating current ^plications. The conductors are 
fabricated v\ ith multiple conducting paths, each of which comprises path segm^ts 
which exteiui across at least two conducting layers, and further extend between these 
layers, 

15 Eacii superconducting layer has a plurality of conductive path segments 

extending across the width of the layer, from one edge to another, and the path 
segments also have a component of direction along the length of the superconducting 
layer. The i^ath segments in the superconducting layer surface are in electrically 
conductive communication with interlayer connections, which serve to allow current 

20 to flow from one superconducting layer to another. Paths, which are made up of path 
segments, are periodically designed, so that current flow generally alternates between 
two superconducting layers in bilayered embodiments, and traverses the layers 
through ini erlay er connections. 

Superconducting layers can be constmcted to contain a plurality of path 

25 segments \\ iuch extend both across their widths and along their lengths. For example, 
superconducting layers can be patterned so as to achieve a high resistivity or a fiilly 
insulating barrier between each of the plurality of path segments. For example, a 
regular periodic array of diagonal path segments can be imposed on the layer along 
the full len -ih of the tape. Patterning of superconducting layers to give such arrays 

30 can be acci ; nplished by a variety of means known to those skilled m the art, including 
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for example-', laser scribing, mechanical cutting, implantation, localized chemical 
treatment mrough a mask, and other known methods. Further, the superconducting 
layers are adapted to allow the conductive path segments in their surfaces to 
electricalh communicate with conducting interlayer connections passing between the 
5 layers, at oi near their edges. The interlayer connections will typically be normally 
conductini: noi superconducting) but in special configurations could also be 
superconducting. Interlayer connections provide electrical communication between 
superconducting layers which are separated by non-conducting or highly resistive 
material wl .ich is positioned between the superconducting layers. Such non- 
10 conductinL or highly resistive material can be deposited on one superconducting 
layer. Passages can be fabricated at the edges of the insulating material to allow the 
introduction of interlayer coimections, followed by deposition of a further 
s^erconducting layer. One can achieve a transposed configuration with coated 
conductors by patterning a superconducting layer into filaments parallel to the axis of 
15 the tape and winding the tape in a helical fashion aroimd a cylindrical form. 

Moi details are provided in commonly owned United States Patent 
Applicatioi i Serial No. 09/500,718, filed on February 9, 2000, and entitled "Coated 
Conductors with Reduced AC Loss," which is hereby incorporated by reference in its 
enthety. 

20 The basic "face-to-face" architectures in accordance with the present invention 

provide a inimber of significant benefits. For example, the HTS fihns are located near 
the center line of the conductor cross section. During bending, for example during 
coil windinii or cable fabrication, the HTS fihns are near the lowest strain region in 
the conductor. Conventional mechanics of sohds calculations show that the strain 

25 tolerance o ! this architecture will be significantly improved relative to open faced 
tapes. 

In addition, the electrical stability of the conductor can be significantly 
improved o\ er a single HTS layer configuration. While electrical current transport is 
much more Jifficult in normal metals (e.g. silver) relative to the HTS fihn, current can 
30 transfer o^^. r some calculable length fi-om one filament to another through the cap 
layer stnici j : e. This current transfer allows the two face-to-face filaments to provide 
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aredundaiv current path, improving the stability against quench and reducing the 
sensitivity lu local defects and variations m performance. 

Moreover, it is expected that this architecture will also provide considerable 
benefits for some alternating current applications in which the magnetic field is 
5 oriented pr i inari ly parallel to the plane of the conductor and the magnetic flux folly 
penetrates \i\e entire conductor. For example, in ac superconducting coils such as 
superconducting transformers, magnetic fields in the coils are parallel to the surfaces 
of the tape . onduclor, except at the coil ends. In addition, the amplitude of the 
magnetic f; - Id is usually larger than the penetration field for the superconducting 

10 layers. Ac\ )rding to the Critical State Model, the hysteretic loss of a pair of 

superconducting layers without transport current in fiiUy penetrating parallel fields is 
the sum o1 hree teims, one of which is proportional to the ratio of distance between 
layers to la> er height and thickness. Using the foUovkong typical 
(superconducting layer of 2 microns, substrate of 50 microns, buffer layers of 0.6 

1 5 microns, si I \'er cap layer of 4 microns, solder layer of 1 5 microns, critical current 
density of I MA/cm^, and peak-to-peak field amplitude of 0.1 Tesla), the ratio of 
hysteretic ioss of a conductor with a face-to-face architecture to that of a conductor 
with a back-io-back architecture is calculated to be approximately 0.25. Lower loss is 
expected ii i ac power transmission cables with multiple layers of conductor when the 

20 current is operated at sufficient levels so that the magnetic flux fiiUy penetrates the 
entire conuuctor in the outer layers. 

hi til reel current applications, additional face-to-face wires would then be 
bundled oi ;i acked to provide for the required total ampacity and geometry for a given 
application. 

25 Tlic simple face-to-face geometry can be readily extended to provide 

additional ! unctionality and appUcation benefits. Other laminate layers may also be 
bonded to me outsides or substrates of the face-to-face structure. The laminate layer 
or layers can be chosen for a variety of purposes provided they keep the operational 
HTS layer within a neutral mechanical axis zone under bending. These purposes 

30 include tlu i r electrical, magnetic, thermal, mechanical, envkonmental, or other 

properties, i-or example, the laminate layer can have high conductivity and so act as 
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an efifectiv. additional electrical stabilizer and also as a means of electrical contact to 
the superconductor, permitting compact temiinations. Alternatively, the laminate 
layer can li. ve high resistivity and high heat capacity, so as to provide thermal 
stabilization in a current limiting event without shorting out the superconducting 
5 materialin lis nonnal state. Further, the laminate layer can be chosen for high 
strength in mechanically demanding appUcations. or for specific themial expansion 
characterisiics to put the superconductor under precompression. In special cases, 
certain magnetic properties can be desirable. Multiple laminate layers can also be 
desirable, fur example, to mechanically and environmentally protect the insert fiom 
10 both sides. Laminates can be bonded to an underlying layer by means of a bonding 
layer such :,.s a ihin layer of solder or glue (for example, an epoxy) or by a direct 
thermal or mechanical bonding process. A sUght offset or overlap at one edge of the 
tape, as shenvn in Figs. 2A and2B. can be used to provide direct access to the film 
surfece for enhanced current transfer into the tape at splices and/or edge temiinations. 

An additional embodiment would build on the offset configuration as shown 
iiiFig. 3. lii this case the HTS fihn on the surface of the tapes could be treated to 
produce local breaks, nonsuperconducting regions or stripes in the HTS fihn only 
along the length of the tape (in the cmrent flow direction). The cap layer deposited 
onto the HTS film would then serve to bridge the nonsuperconducting zones with a 
ductile nonnal metal region. An oflfeet in the edge justification of the narrow stripes 
or filamems. similar to a nmning bond brick pattern, would aUow cunent to transfer 
to several nanrow superconducting filaments both across tiie cap layers and to adjacent 
filaments, f urther increasing tiie redundancy and improving stabihty. Furthermore, 
this embodiment is expected to provide additional protection against defects that can 
propagate across the full tape width. Tht filament edges can act to stop cracks fiom 
nmning across the full width of tiie conductor. This fimctionality could also be 
achieved b> arrangemem of adjacent narrow tapes comprising the full 
substrate/b t. ffer/HTS/cap stack up. This embodiment could fijrther be extended to 
substitute a iiormal metal region along tiie length of the tape in place of one or more 
of the superconducting stripes. This nomial metal strip would add stabilization and 
would pros iJe additional cross sectional area flirough which to effect splices or 
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teraimatioi^s. Finally and as discussed above. Figure 4 shows the nmning bond 
configuration with an additional stabilizing element such as copper. 

In all embodiments, a noraial metal layer could be mcluded along the edge of 
the conductor to hermetically seal the HTS films and to provide for current transfer 
into the HTS film and, if necessary firom the HTS fihn to the substrate. 

ThL invention thus provides novel superconductors that allow flie use of a 
slight offset in stack up of coated conductor tape elements to provide for effective 
current transfer from tape to tape. In addition, stability of the conductor is enhanced 
by current sharing across filaments due to the insert of normal metal at interface. The 
invention luilher allows for mcreased mechanical integrity of conductor stack up due 
to positioning of the HTS layers near the conductor center line and an ability to splice 
and terminate stacked HTS coated conductors wiihoui splitting. 

It is to be understood that while the invention has been 
described in conjunction with the detailed description thereof ttie forgoing description 
is intended to illustrate and not limit the scope of the invention, which is defined by 
the scope o f the appended claims. Other aspects, advantages, and modifications are 
within the cope of the following claims. 
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Wl. it is claimed is: 

1 . A multi-layer high temperature superconductor, comprising: 

a first high temperature superconductor coated element, comprising: 
a first substrate; 

at least one first bufifer deposited on the first substrate; 
at least one first high temperature superconductor layer, and 
a first c^ layer; and 
a second high temperature superconductor coated element, comprising: 
a second substrate; 

at least one second buffer deposited on the second substrate; 
at least one second high temperature superconductor layer; and 
a second cap layer, 
wherein the first and second high temperature superconductor coated 
elements arc joined at the first and second cap layers, 

2. The superconductor of claim 1 , wherein the first substrate is biaxially 
textured. 

3. The superconductor of claim 2, wherein the biaxial texturing is by 
defonnatioii texturing. 

4. The superconductor of claim 3 , wherein the first substrate comprises 

nickel. 

5 . The superconductor of claim 4, wherein the first substrate comprises 
nickel-chi omi um, nickel-copper, or nickel-vanadium alloys. 

6. The superconductor of claim 5, wherein the first substrate comprises a 
nickel-chromiuni alloy. 

7. The superconductor of claim 2, wherein the at least one first bufiEer is 
epitaxially deposited. 
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8. The superconductor of claim 1 , wherein the at least one first buffer 
comprises ioetal oxides. 

9. The superconductor of claim 8, wherein the metal oxides comprise 
cerium ox i vie and gadolinium oxide. 

5 10. The superconductor of claim 8, wherein the first bufifer finther 

comprises y ttria stabilized zirconia. 

1 1 . The superconductor of claim 1 , wherein at least two bufifers are 
sequential i \ deposited on the first substrate. 

1 2 . The superconductor of claim 1 1 , wherein three buffers are sequentially 
10 deposited on the first substrate. 

13. The superconductor of claim 1, v/herein-the first high temperature 
st5)ercondLiCtor layer comprises metal oxide. 

14. The superconductor of claim 1, wherem the first high temperature 
siq)ercondi!ctor layer comprises rare earth oxides. 

15 15. The superconductor of claim 14, wherein the rare earth oxides have the 

formula (RB)Ba2Cu307^, wherein RE is selected from the group consisting of rare 
earth elements and yttrium, and 5 is a nimiber greater than zero and less than one. 

16. The superconductor of claim 1, wherem the first cdp Idyer is dq>osited 
on the firsi high temperature superconducting layer. 
20 17. The superconductor of claim 1, wherein the first and second substrates 

are of subs lanti ally identical composition. 

1 8. The superconductor of claim 1, wherein the first and second buffers are 
of substaniially identical composition. 

1 9 . The superconductor of claim 1 , wherein the first and second high 
25 temperature superconducting layers are of substantially identical compositioiL 

20. The superconductor of claim 1, wherein the first and second cap layers 
are of subsumiially identical composition. 
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21 . The superconductor of claim 1, wherein the first and second high 
tea5)eratu) J superconductor coated elements are of substantially identical 
conipositioii. 

22. The superconductor of claim 1, wherein the first and second cap layers 
are continuously joined at their uppermost surfaces. 

23 . The superconductor of claim 1, wherein the first and second cap layers 
are a single continuous layer. 

24. The superconductor of claim 1, wherein the superconductor is in the 
foraiof aiape. 

25 The superconductor of claim 1 , wherein the substrates are substantially 
untestured. and the buffers and Mgh temperature superconductor layers are biaxtally 
textured. 

26. The superconductor of claim 24, wherein the first and second higji 
tenq)eraturc superconductor coated elements are registered at their respective edges. 

27. The superconductor of claim 24, wherein the first and second high 
temperature superconductor coated elenients are oflEset along their lengths. 

28 . The siQ)erconductor of claim 27, wherem at least one of the first and 
second cap layers extends along the edge of at least tfie first and second higih 
tmq>erature superconductor coated element 

29. The superconductor of claim 1, whorein the siq)erconductor conqirises 
amultifilamentary structure. 

30. The superconductor of claim 29, wherein the first and second high 
temperature superconducting layers are divided into a plurality of filaments. 

3 1 . The superconductor of claim 1 , further comprising a stabilizer, wherein 
the first and second cap layers are joined to opposing surfaces of the stabilizer. 

32 . A multi-layer high temperature superconductor, comprising: 
a first high teitq)erature superconductor coated element, comprising: 

a first substrate; 

at least one first buffer deposited on the first substrate; 
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at least one first high temperature superconductor layer; and 
a first c^ layer, and 
a second high tenq>erature superconductor coated element, con^>rising: 
a second substrate; 

at least one second buffer dqposited on the second substrate; 
at least one second high teD[q)erature superconductor l^en and 
a second cap layer, 

wherein the first and second high temperature superconductor coated elements 
are joined with an intervening metallic layer. 

33 . A multi-layer high temperature superconductor, comprising: 
a first high temperature superconductor coated element, comprising: 
a first substrate; 

at least one first buffer deposited on the first substrate; and 
at least one first high temperature superconductor layer, and 
a second high temperature siq)erconductor coated element, comprising: 
a second substrate; 

at least one second buffer deposited on the second substrate; and 
at least one second high temperature superconductor layer; 
wherein the first and second high temperature siq>erconductor coated elements 
are joined with an intervening metallic layer. 
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